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liquid to the pigment, to make the paint, may modify,
even to a great extent, the degree of its natural opacity,
as is shown in the grand and conscientious examination
which we are about to read ; of all examinations which
have been made of this subject, it is the most reliable, the
most complete, and the most decisive. It is both scientific
and practical. Its deductions and conclusions are
absolutely indisputable, because the scientific demonstra-
tions agree with practical experience, which they confirm
at all points :

Examination of tlie Comparative Value of the Covering
Powers of White Zinc and White Lead, by M. Lenoble
of Lille
11 In this research it is proposed to determine the com-
parative values of white lead and white zinc. Up to
the present time, numerous researches have appeared
on. this question, but the results obtained do not at all
agree. Whilst one author deduces from his experi-
ments, that the covering power of a paint with a white
zinc base is THE SAME as that of a white lead paint,
another author, again, also concludes that the covering
power of white zinc is DOUBLE that of white lead.
On the other hand, every painter, without a single
exception, asserts that the covering power of white
zinc IS LESS than that of white lead. Where is the
truth ? Theoretical researches all seem to attribute to
white zinc a superior covering power to that of white
lead, whilst practice in this respect never fails to give
the preference to white lead, It may be asserted, that